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alloy corresponds nearly to 3 atoms silver and 1 arsenic. It is brittle and of a yellowish colour.
Alloys of Mercury                          :
Amalgams.
The alloys of Mercury with the various metals have been commonly denominated amalgams,
1. Mercury and gold,. Gold amalgamates pretty easily with mercery and forms an alloy much used in gilding metals. For this purpose six parts of mercury may be heated nearly to the ebullition of the liquid, and one part of pure gold in thin plates may be gradually added. In a few minutes the whole becomes one fluid mass of a yellowish white colour. It is constituted of 1 atom of gold and 2 of mercury. By squeezing it through leather one half of the mercury is separated nearly pure, and the other remains combined with the go1d? and forms a soft white mass, consisting of 1 part gold and 2| mercury nearly, which is the alloy of 1 atom to 1, and may be subsequently used for gilding. A ready way of making this amalgam I find
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